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METHOD OF FABRICATING A POLYSILICON CAPACITOR UTILIZING 
FET AND BIPOLAR BASE POLYSILICON LAYERS 



DESCRIPTION 
Field of the Invention 



The present invention is directed to a method of 

fabricating integrated circuits (ICs) and, in particular 
10 to a method of fabricating a polysilicon to polysilicon, 

Q i.e., poly-poly, capacitor on a BiCMOS device utilizing a 

\n field effect transistor (FET) gate layer and a bipolar 

I s * SiGe extrinsic base polysilicon layer to form the base 

^ plates of the capacitor. More specifically, the present 

1^5 invention is directed to a method for fabricating a poly- 

poly capacitor utilizing process steps and structures 
□ which are used to form the gate of the metal oxide 

! ;Jf semiconductor (MOS) transistor and the base structure of 

\2 the bipolar transistor in a BiCMOS (i.e., bipolar device 

30 and complementary metal oxide semiconductor (CMOS) 

device) process. 



Background of the Invention 



25 In the field of semiconductor device manufacturing, CMOS 

(complementary metal oxide semiconductor) and BiCMOS 
(bipolar device and complementary metal oxide 
semiconductor) technologies have been widely used for 
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integrating highly complex analog-digital subsystems onto 
a single chip. In such subsystems, high precision 
capacitors are typically required. 

Several types of capacitors are available including 
diffusion-poly capacitors, poly-poly capacitors and 
metal -metal capacitors. In order to meet the demand for 
high precision capacitors in today's generation of 
integrated devices, poly-poly capacitors have been 
increasingly used. 

Despite its high precision, a poly-poly capacitor is a 
compromise between high cost and ideal capacitor 
characteristics since it is relatively easy to construct, 
and has electrical characteristics better than diffusion- 
poly capacitors, but inferior electrical characteristics 
to metal-metal capacitors. However, metal-metal 
capacitors are much more difficult to fabricate than are 
poly-poly capacitors. Thus, poly-poly capacitors are the 
ever increasing choice used in the semiconductor industry 
for manufacturing integrated circuits in BiCMOS 
processes . 

U.S. Patent 5,195,017 describes in its "background" 
section several double level polysilicon processes have 
been employed in fabricating poly-poly capacitors, i.e. 
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the so-called "Lin EPIC double level process" and the 
"4/3 Linear process". 

The Lin EPIC double level process uses a two -mask 
5 approach to define a capacitor bottom plate. The first 

polysilicon layer is masked and etched separate from the 
second polysilicon layer. Due to separate masking and 
etching steps, this prior art process is expensive, 
complicated and time consuming. Additionally, the 
}Q topography that is associated with this prior art process 

3 requires an additional step of planarization prior to 

tfl depositing metal on the appropriate contact points. 

ffl In the other double level process, namely the 4/3 Linear 

\p process, a single mask is used to define the bottom 

plate. The first level of polysilicon serves as the 
p s bottom plate and the CMOS gate. After the interlevel 

□ dielectric is formed, the second polysilicon layer is 

deposited to form the capacitor top plate. In order to 
IP eliminate filaments from the bottom plate edges and the 

CMOS gate edges, a large overetch is required. If there 
is a negative slope on the bottom plate edge, filaments 
will be trapped under the bottom plate. Moreover, since 
this is a double level process, the added topography also 
25 requires additional planarization prior to metallization. 
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In view of the drawbacks with prior art methods of 
fabricating poly-poly capacitors, there is a continued 
need for developing a new and improved method which 
significantly reduces the complications and expenses 
5 associated with the prior art methods. It would be 

especially beneficial if a method of fabricating a poly- 
poly capacitor could be developed which utilizes 
processing steps and structures which are also used to 
form the gate of the MOS transistor and base structure of 
JO the bipolar transistor in a BiCMOS process since such a 

J method would significantly reduce the number of 

W processing steps and costs associated with manufacturing 

integrated circuits. 

;"I5 Summary of the Invention 

H One object of the present invention is to provide a 

□ method of fabricating a poly-poly capacitor for use in 

if CMOS or BiCMOS integrated circuits that is not 

•30 complicated or expensive to manufacture. 

Another object of the present invention is to provide a 
method of fabricating a poly-poly capacitor utilizing 
existing polysilicon and masking steps, thereby achieving 
25 the integration of the poly-poly capacitor into the 

BiCMOS device at a low cost. 
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A yet further object of the present invention is to 
provide a method of fabricating a poly-poly capacitor 
utilizing steps and structures that are typically used to 
form the gate of the MOS transistor and the base 
5 structure of the bipolar transistor in a BiCMOS process. 

The foregoing and other objects are achieved by 
constructing a poly-poly capacitor comprising two plate 
electrodes, wherein at least one of the plate electrodes 
}p is composed of SiGe polysilicon, said plate electrodes 

being separated by an insulating layer. 

?n Brief Description of the Drawings 



if5 



25 



Figs. 1A-1G are cross-sectional views illustrating the 
basic processing steps employed in the present invention 
for fabricating a poly-poly capacitor in a BiCMOS device, 
The cross-sections are through cut B-B 1 in Fig. 2. 

Fig. 2 is a top view of the poly-poly capacitor produced 
in Figs. 1A-1G, and indicates the cut, A-A 1 , shown in 
Fig. 3; the illustrated capacitor structure is shown 
after metal contacts are formed in the structure of Fig. 
1G. 
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Fig. 3 is a cross -sectional view through A- A 1 showing the 
need for insulating spacers on the top plate to 
electrically isolate the top plate from the bottom plate. 

5 



Detailed Description of the Invention 

10 The present invention which provides a method of 

In fabricating a poly-poly capacitor using field effect 

Ul transistor gate and bipolar SiGe extrinsic polysilicon 

fs layers will now be described in more detail by referring 

ffl to the drawings that accompanying the present 

| S J5 application. It should be noted that in the accompanying 

drawings like and corresponding elements are referred to 
I 58 *; be like reference numerals. 

i;f Reference is first made to Figs. 1A-1G which are cross- 

%P sectional views showing the various processing steps that 

are employed in the present invention in fabricating a 
poly-poly capacitor in a BiCMOS device which includes a 
bipolar device region and a MOS device region. The MOS 
device region may comprise a NMOS or a PMOS device. 
25 Although the figures of the present invention contain 

only one poly-poly capacitor, one MOS device and one 
bipolar device, a plurality of said devices may be 
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present in the final structure after completing the 
fabrication steps of the present invention. 

Fig. 1A illustrates an initial semiconductor structure 
that can be employed in step (a) of the present 
invention. Specifically, the initial structure shown in 
Fig. 1A comprises a substrate 10 having shallow trench 
isolation regions 12 and source/drain regions 14 formed 
in the surface of the substrate. Although shallow trench 
isolation regions are depicted and described herein, the 
present invention also contemplates deep trench as well 
as other isolation means. The substrate further includes 
a subcollector region, i.e., a N+region, 16 which is 
shown between the two shallow trench isolation (STI) 
regions --the region between the two STI regions is the 
area of the structure in which the bipolar device will be 
formed. The initial structure also includes a FET device 
18 that comprises polysilicon gate 20, gate oxide 22 and 
spacers 24, e.g., nitride spacers, which are formed above 
the source/drain regions. Also shown in Fig. 1A, is 
bottom plate 26 which is one of the components present in 
the poly-poly capacitor of the present invention. The 
bottom plate of the poly-poly capacitor also includes 
side wall spacers 28. The bottom plate of the capacitor 
is composed of the same material as the gate of FET 
device, i.e., polysilicon. In one embodiment of the 
present invention, the bottom plate electrode is composed 
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of SiGe polysilicon. In that embodiment, gate 20 would 
also be composed of SiGe polysilicon. 

The structure shown in Fig. 1A is fabricated using 
5 conventional BiCMOS processing steps that are well known 

to those skilled in the art. Moreover, conventional 
materials are used in fabricating the same. For example, 
substrate 10 of the semiconductor structure is composed 
of any semiconducting material including, but not limited 
10 to: Si, Ge, SiGe, GaAs, InAs, InP and all other III/V 

2 semiconducting compounds. Layered substrates comprising 

Lfl the same or different semiconducting material, e.g., 

J Si/SiGe, are also contemplated in the present invention, 

m O f these semiconducting materials, it is preferred that 

ff? the substrate be composed of Si. The substrate may be a 

p-type substrate or a n-type substrate depending on the 
□ type of MOS device to be present in the final BiCMOS 

S structure. 

;2f) The structure shown in Fig. 1A is fabricated utilizing 

conventional BiCMOS processing up through formation of 
the gate. That is, a conventional base-after gate 
processing technique or any other technique capable of 
forming the structure shown in Fig. 1A can be employed in 

25 the present invention. Thus, the present invention is not 

limited to the base-after gate process described 
hereinbelow. Instead, the description that follows in 
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regard to forming the structure shown in Fig, 1A is 
provided for illustrative proposes only. In such a base- 
after gate process, the polysilicon gate is formed before 
the base epitixial silicon is grown. 

Specifically, the structure shown in Fig. 1A can be 
fabricated as follows: An oxide film, e.g., Si0 2 , (not 
shown in the drawings) is formed on the surface of 
substrate 10 using a conventional deposition process such 
as chemical vapor deposition (CVD) , plasma- enhanced CVD 
or sputtering, or alternatively the oxide layer is grown 
thermally. Subcollector region 16 is then formed in the 
substrate by utilizing a conventional ion implantation 
step. After the implant step, a thick oxide, on the order 
of about 240 nm, is grown on the surface of the substrate 
to eliminate implantation damage. Next, the thick oxide 
is etched off and an epitaxial Si layer (not shown) is 
grown on the surface of the substrate. 

A patterned masking layer is then employed to etch 
shallow trench isolation (STI) regions in the substrate. 
The STI regions are formed by etching a trench in the 
substrate utilizing a conventional dry etching process 
such as reactive -ion etching (RIE) or plasma etching. 
The trenches may optionally be lined with a conventional 
liner material, e.g., an oxide, and then CVD or another 
like deposition process is used to fill the trench with 
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polysilicon or another like STI dielectric material. The 
STI dielectric may optionally be densified after 
deposition. A conventional planarization process such as 
chemical -mechanical polishing (CMP) may optionally be 
5 used to provide a planar structure. 

Next, a protective material such as Si 3 N 4 (not shown in 
the drawings) is formed over the subcol lector region of 
the structure (i.e., bipolar region) utilizing a 
JO conventional deposition process such as CVD, with a low 

S pressure CVD process being preferred. This layer is 

|= n formed over a thin pad oxide layer (also not shown in the 

??. drawings) which is employed in the present invention as a 

Cm screen oxide. After protecting the bipolar region with a 

fj5 protective layer, the FET device is completely fabricated 

and the base plate of the poly-poly capacitor is 
H simultaneously formed. Following fabrication of the FET 

p device and the base plate of the poly-poly capacitor, the 

protective layer is removed utilizing conventional 
SO stripping processes well known to those skilled in the 

art . 

The FET device is formed by utilizing conventional 
processing steps that are capable of fabricating MOS 
25 transistor devices. Included in the conventional 

transistor processing steps are: N-well for pFET 
photolithography, N-well implant, pFET thin oxide tailor 
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implant, P-well for nFET photolithography, P-well 
implant, n-FET thin oxide tailor implant, dual gate oxide 
photolithography, dual gate oxide regrowth, FET gate 
photolithography, FET gate etch, thermal oxide spacer 
formation, nFET extension photolithography, nFET 
extension implant (lightly doped drains (LDD) ) , first 
spacer formation, pFET extension photolithography, pFET 
extension (LDD) , second spacer deposition, second spacer 
etch, nFET S/D implant photolithography, nFET S/D 
anneals . 

These transistor processing steps form FET device 18 in 
the structure shown in Fig. 1A. Specifically, the FET 
device includes well implants (not shown) , S/D 
(source/drain) regions 14, S/D extensions (included in 
regions 14) , a gate region comprising polysilicon gate 
20, gate oxide 22 and spacers 24. The spacers depicted in 
the drawings include various layers that are formed on 
the sidewalls of the gate region as well as a horizontal 
layer that is formed on the substrate. In one embodiment 
of the present invention, gate 20 and bottom plate 26 are 
composed of SiGe polysilicon. 

As stated above, during the fabrication of the FET 
device, bottom polysilicon base plate 26 of the poly-poly 
capacitor is simultaneously formed. Specifically, the 
bottom base plate is formed at the same time as 
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polysilicon gate 20 by utilizing a conventional 
deposition process and thereafter both polysilicon 
regions, i.e., polysilicon gate 20 and base plate 26, are 
patterned utilizing conventional lithography and RIE. 
5 Spacers 28 are also formed at the same time as spacers 24 

and are composed of the same material. 

Next, as is shown in Fig. IB, a film stack 30 is formed 
over the surface of substrate 10 including FET device 18 
K> and bottom base plate 26. The film stack employed in the 

2 present invention comprises any number of material layers 

|=n. provided that the film stack includes a polysilicon layer 

m 34. In the drawings, the film stack also includes a 

ffl bottom insulator layer 32 and a top insulator layer 36. 

f(5 Insulator layers 32 and 36 may be composed of the same or 

s different insulator material selected from the group 

H consisting of Si0 2 , Si oxynitride and other like 

□ insulative materials. In one embodiment of the present 

M invention, both insulator layers of film stack 30 are 

SO composed of Si0 2 . It is noted that the top insulator 

layer is optional in the present invention. 

In the specific embodiment illustrated in Fig. IB, film 
stack 30 is formed utilizing conventional deposition 
25 processes well known to those skilled in the art. For 

example, bottom insulator layer 32 of film stack 30 is 
formed by a conventional deposition process including, 
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but not limited to: CVD, plasma -enhanced CVD, low 
pressure CVD, sputtering and other like deposition 
processes. The thickness of the bottom insulator layer 
may vary, but typically the thickness of the bottom 
5 insulator layer is from about 50 to about 1000 A, with a 

thickness of from about 100 to about 200 A being highly 
preferred. 

Polys il icon layer 34 is then formed on top of bottom 
JO insulator layer utilizing conventional deposition 

2 processes such as CVD and plasma- enhanced CVD. The 

y] thickness of the polysilicon layer is not critical to the 

m present invention, but typically the thickness of the 

ffl polysilicon layer is from about 100 to about 1000 A, with 

f£5 a thickness of from about 400 to about 500 A being highly 

s" preferred. 

C§ When the top insulator layer is employed, the top 

l;f insulator layer is formed utilizing the same deposition 

J2j0 process as mentioned in connection with the bottom 

insulator layer. The thickness of the top insulator layer 
may vary, but typically the thickness of the insulator 
layer is from about 100 to about 1000 A, with a thickness 
of from about 300 to about 500 A being highly preferred. 
25 In embodiments wherein a top insulator layer is not used, 

a mask can be employed in forming the bipolar opening. 
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After forming film stack 30 on the surface of the 
structure, a bipolar opening 38 (See, Fig. 1C) is formed 
in the structure utilizing conventional lithography and 
RIE. At this time, the collector is implanted with a N- 
5 type dopant utilizing processing steps well known to 

those skilled in the art. Specifically, the bipolar 
opening is formed by providing a patterned photoresist 
(not shown) on the surface of top insulator layer 36 (or 
on polysilicon layer 34) and then etching through film 
10 stack 30, i.e., layers 36, 34 and 32, utilizing a 

; "S conventional etch process such as RIE or ion beam etching 

;=n that is highly selective in removing those layers 

stopping on a protective nitride layer used previously in 
CP forming the FET device. The nitride layer is etch away 

jl5 using a wet etch process wherein a chemical etchant such 

as hot phosphoric acid is employed. It is noted that the 
;^ bipolar opening is formed over subcollector region 16 and 

□ that the opening forms the region in which the bipolar 

l;f device will be subsequently formed. 

1° 

Next, if top insulator layer 36 is present, it is removed 
from the entire structure utilizing a conventional wet 
chemical etch process that is highly selective in 
removing the top insulator as compared to the underlying 
25 polysilicon layer. In this step of the present invention, 

the polysilicon layer of the film stack is exposed. Any 
chemical etchant such as buffered HF can be used in this 
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step of the present invention. It is noted that this step 
also removes the base pad oxide layer mentioned above 
from the emitter region of the structure. If no top 
insulator layer is employed, this removal step can be 
5 avoided. 

After removal of the optional top insulator layer and the 
base pad oxide layer from the structure, a SiGe epi layer 
40 is formed in the bipolar opening and, at the same 
10 time, a SiGe polysilicon film 42 is formed over portions 

of the exposed polysilicon layer, See Fig. ID. SiGe 
m layers 40 and 42 are formed in the present invention by 

?n utilizing a deposition process, wherein the deposition 

Cm temperature is low, i.e., less than 900°C. More 

f£5 specifically, the deposition temperature used in this 

■* step of the present invention is from about 400° to about 

H 500 °C. The thickness of these two SiGe layers may vary, 

q and not need be the same; however, it is preferred in the 

M present invention that SiGe epi layer 40 and SiGe 

!2p polysilicon film layer 42 have the same thickness. 

Typically, the thickness for each of these two low 
temperatures SiGe layers is from about 1000 to about 5000 
A, with a preferred thickness for each layer being of 
from about 2000 to about 2500 A. It is noted that the 
25 SiGe layer contains the P-doped intrinsic base. 
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The bipolar region has an extrinsic base that is self- 
aligned to bipolar opening 38. The poly-poly capacitor, 
on the other hand, may be produced with a non self- 
aligned process . Several sacrificial layers (not shown in 
5 the drawings) and passivating layers, e.g., 

oxide/nitride, are then formed over the structure and 
etched by conventional means, e.g., RIE, to form 
sacrificial spacers (also not shown in the drawings) and 
patterned passivating layers 50. SiGe epi layer 40 is 
10 then doped with a P+ dopant (or N+ dopant) utilizing a 

conventional ion implantation process. A preferred P+ 
yl dopant employed in this step of the present invention is 

;=s boron and the preferred dose is 4xl0 15 atoms/cm 2 . It is 

CP noted that during this implantation step, SiGe 

ffi5 polysilicon layer 42 is also doped with a P+ dopant (N+ 

dopant) . The sacrificial spacers used above are then 
£3 removed so as to open the emitter window, while patterned 

f jj passivating layers 50 remain in the structure forming an 

emitter window. 

The emitter is formed by depositing polysilicon over the 
emitter window utilizing a conventional deposition 
process such as CVD, plasma-enhanced CVD, sputtering and 
other like deposition processes. The thickness of the 
25 emitter polysilicon is from about 500 to about 5000 A, 

with a thickness of from about 1000 to about 1600 A being 
more preferred. The emitter polysilicon is then heavily 
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doped with a N+ type dopant such as As (or alternatively 
a P+ type dopant) and thereafter the emitter polys il icon 
is patterned by employing conventional lithography and 
etching. The structure that results from the above 
processing steps is illustrated in Fig. ID. The emitter 
depth is set by utilizing a high temperature (900°- 
1100°C) rapid thermal anneal process. 

The mask used to pattern emitter polysilicon 52 is then 
removed from the structure utilizing conventional 
stripping processes well known to those skilled in the 
art and thereafter etch masks 46a and 46b are formed over 
the bipolar device region of the structure as well as 
over the area of the structure which includes the bottom 
base plate, i.e., poly-poly capacitor region. The 
structure including the two etch masks is shown in Fig. 
IE. The two etch masks are formed utilizing conventional 
lithography and etching. After formation of the etch 
masks, exposed portions of doped polysilicon film 42 and 
the remaining layers of film stack 30, i.e., layers 32 
and 34, are removed utilizing a conventional wet chemical 
etch process that is highly selective in removing those 
layers from the structure. The structure after removing 
the exposed portions of the doped polysilicon film and 
the remaining layers of the film stack is shown in Fig. 
IE. 
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Fig. IF show the structure after the two etch masks have 
been removed utilizing conventional stripping processes 
that are well known to those skilled in the art. 
Specifically, the structure shown in Fig. IE, includes 
5 FET device region 18, a completed bipolar device region 

48 and poly-poly capacitor region 49. 

Reference is now made to Fig. 1G which illustrates a 

blown-up portion of the structure shown in Fig. IF minus 
10 the FET device 18. Specifically, Fig. 1G shows only the 

; q bipolar device region and the poly-poly capacitor region 

of the structure after completion of each region. As is 
'' m shown in Fig. 1G, spacers 56 may optionally be formed on 

CP exposed edges of the poly-poly capacitor by first 

fJ5 depositing an insulator layer such as Si 3 N 4 and then 

etching the same. It should be noted that the processing 
;^ steps used in completing the bipolar device and the poly- 

pi poly capacitor do not affect the FET device of the 

structure . 

Silicide regions are then formed in selected areas of the 
bipolar/ FET devices using conventional salicide processes 
well known to those skilled in the art. 

25 Next, a passivation layer and a dielectric layer may be 

formed over the FET and bipolar devices and metal vias or 
contact studs are formed through those layers to metal 
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polysilicon contacts. Conventional deposition processes 
are used in forming the passivation and dielectric layers 
and the contact openings are formed by conventional 
lithography and etching. The contact openings are filled 
5 utilizing a conventional deposition process and, if 

needed, a conventional planarization process is employed. 

Any conventional passivation material such as Si 3 N 4 or a 

polyimide may be employed in forming the passivation 
10 layer; and any conventional dielectric material such as 

Si0 2 or Si 3 N 4 may be employed in forming the dielectric 
-Jl layer. Insofar as the contact studs are concerned, any 

conventional conductive metal such as Ti, W # Cu, Cr and 
£n Pt may be employed in the present invention. Next, the 

fj5 devices are contacted with metal contacts and back end of 

:= the line processing is used to complete fabrication of 

the device. 

Fig. 2 is a top view of the poly-poly capacitor shown in 
30 Fig. 1G after metal contacts 58 have been formed thereon. 

In this figure, the poly-poly capacitor comprises bottom 
polysilicon layer 26 and doped SiGe polysilicon layer 42 
as the top plate of the capacitor. Fig. 3 is a cross - 
sectional view through A- A 1 of Fig. 2. As is shown in 
25 Fig. 3, the poly-poly capacitor comprises substrate 10, 

STI region 12, bottom plate 26, bottom insulator layer 32 
and top plate 42. Spacers 28 and 56 are shown on exposed 
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edges of the poly-poly capacitor; the spacers serve to 
electrically isolate the top plate from the bottom plate 
of the capacitor. 

5 It is emphasized that the poly-poly capacitor of the 

present invention includes at least one plate electrode 
that contains SiGe polysilicon. In some embodiments of 
the present invention both of the electrodes are composed 
of SiGe polysilicon. 

10 

S While this invention has been particularly shown and 

y] described with respect to preferred embodiments thereof, 

m it: wil1 be understood by those skilled in the art that 

ffi the foregoing and other changes in forms and details may 

f£5 be made without departing from the spirit and scope of 

the present invention. It is therefore intended that the 
!«j present invention not be limited to the exact forms and 

□ details described and illustrated, but fall within the 

H; scope of the appended claims. 
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CLAIMS 

Having thus described our invention in detail, what we 
claim as new and desire to secure by the Letters PATENT 
is : 

1. A method of forming a poly-poly capacitor, a MOS 
transistor, and a bipolar transistor simultaneously on a 
substrate comprising the steps of: 

depositing and patterning a first layer of polysilicon on 
the substrate to form a first plate electrode of said 
capacitor and on an electrode of the MOS transistor; and 

depositing and patterning a second layer of polysilicon 
on the substrate to form a second plate electrode of said 
capacitor and an electrode of the bipolar transistor, 

said second layer of polsilicon comprising SiGe 
polysilicon, 

2. The method of Claim 1 wherein electrode of the MOS 
transistor comprises a polysilicon gate formed on a gate 
oxide, said gate oxide being formed on a surface of the 
substrate, the substrate having source and drain regions 
beneath said polysilicon gate. 
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1 3, The method of Claim 2 wherein the substrate is a 

2 semiconducting material selected from the group 

3 consisting of Si, Ge, SiGe 7 GaAs, InAs and layered 

4 semiconductor substrates, 

1 4. The method of Claim 2 wherein the substrate further 

2 comprises shallow trench isolation regions and a 

3 subcollector region, said subcollector region being 

4 formed between said shallow trench isolation regions. 

till 5. A method of forming a poly-poly capacitor comprising 

:»s2 the steps of: 

f !Z3 (a) forming a film stack on a surface of a semiconductor 

~4 structure, said structure comprising at least a gate 

£35 region of a metal oxide semiconductor device and a bottom 

polysilicon plate of a poly-poly capacitor formed on a 

H=7 surface thereof, said film stack including at least a 

polysilicon layer; 

9 (b) forming a bipolar opening in said film stack 

10 exposing at least a portion of said surface of said 

11 semiconductor structure, wherein said bipolar opening is 

12 formed in a region in which a bipolar device will be 

13 subsequently fabricated; 
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14 (c) simultaneously forming a SiGe epi layer in said 

15 bipolar opening, while forming a SiGe polysilicon film on 

16 exposed portions of said polysilicon layer of said film 

17 stack; 

18 (d) selectively doping portions of said SiGe polysilicon 

19 film as well as said SiGe epi layer with a dopant atom of 

20 a first conductivity type; 

21 (e) forming a patterned passivating layer on a portion 
"22 of said doped SiGe epi layer; 

23 (f) forming a patterned doped emitter polysilicon layer 

;;|4 on said patterned passivating layer as well as on said 

f|5 doped SiGe epi layer formed in said bipolar opening 

26 thereby completing fabrication of said bipolar device, 

37 said doped emitter polysilicon layer having a different 

38 conductivity than said doped SiGe epi layer; and 

%9 (g) removing selective portions of said doped SiGe 

30 polysilicon film and remaining layers of said film stack 

31 so as to expose said gate of said metal oxide 

32 semiconductor while protecting said bipolar device region 

33 and said doped SiGe polysilicon layer overlying said 

34 bottom polysilicon plate of said poly-poly capacitor. 
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6. The method of Claim 5 wherein said film stack further 
comprises a bottom insulator layer and an optional top 
insulator layer. 

7. The method of Claim 6 wherein said top and bottom 
insulator layers of said film stack are the same or 
different insulative materials selected from the group 
consisting of Si0 2 and Si oxynitrides. 

8. The method of Claim 7 wherein said top and bottom 
insulator layers are both composed of Si0 2 . 

9. The method of Claim 6 wherein said top insulator 
layer has a thickness of from about 100 to about 1000 A. 

10. The method of Claim 6 wherein said bottom insulator 
layer has a thickness of from about 50 to about 1000 A. 

11. The method of Claim 5 wherein said polysilicon layer 
has a thickness of from about 100 to about 1000 A. 

12. The method of Claim 5 wherein said bipolar opening 
is formed by employing lithography and etching. 

13. The method of Claim 12 wherein said etching is 
carried out by reactive -ion etching or ion beam etching. 
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14. The method of Claim 6 wherein said optional top 
insulator layer is removed utilizing an etch process that 
is highly selective in removing said top insulator layer 
as compared to said underlying polysilicon layer. 

15. The method of Claim 5 wherein said SiGe epi layer 
and said SiGe polysilicon film are formed simultaneously 
utilizing a deposition process that is carried out at 
temperatures of from about 900°C or below. 

16. The method of Claim 15 wherein said temperature of 
said deposition process is from about 400° to about 
500°C. 

17. The method of Claim 5 wherein said SiGe epi layer 
and said SiGe polysilicon film have the same or different 
thickness . 

18. The method of Claim 17 wherein said SiGe epi layer 
and said SiGe polysilicon film have the same thickness, 
said thickness of each layer being of from about 1000 to 
about 5000 A. 
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1 19. The method of Claim 5 wherein said dopant used in 

2 doping said SiGe epi layer is boron having a 

3 concentration of about 4xl0 15 atoms/cm 2 . 

1 20. The method of Claim 5 wherein said dopant used in 

2 doping said emitter polysilicon is As. 

1 21. The method of Claim 5 wherein said patterned emitter 

2 doped polysilicon layer is formed by depositing a layer 

3 of polysilicon, doping said layer with a dopant and 
Jf4 thereafter subjecting said emitter doped polysilicon 
U15 layer to lithography and etching. 

ml 22. The method of Claim 1 wherein optional spacers are 

: f2 formed on said poly-poly capacitor. 

□l 23. The method of Claim 22 wherein said optional spacers 

!2[2 are formed by deposition, lithography and etching. 

5?1 24 . A poly-poly capacitor comprising two plate 

2 electrodes , wherein at least one of said plate electrodes 

3 is composed of SiGe polysilicon, said plate electrodes 

4 being separated by an insulator structure. 
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1 25. The poly-poly capacitor of Claim 24 wherein one of 

2 said plate electrodes is composed of polysilicon and the 

3 other plate electrode is composed of SiGe polysilicon. 

1 26. The poly-poly capacitor of Claim 24 wherein both of 

2 said plate electrodes are composed of SiGe polysilicon. 

1 27. The poly-poly capacitor of Claim 24 wherein at least 

2 one said plate electrodes is polysilicon from a FET gate 
^3 or a bipolar emitter. 

l M 28. The poly-poly capacitor of Claim 24 further 

fffl including a bipolar device region and a FET region, 

CH3 wherein said capacitor, bipolar device region and FET 

;~I4 region are electrically isolated from each by isolation 

« 5 regions. 

gl 29. A semiconductor device, comprising 

'p2 a capacitor having first and second plate electrodes, one 

3 of said plate electrodes being comprised of a first 

4 conductive patterned layer; and 

5 a bipolar device having first and second electrodes, one 

6 of said electrodes being comprised of said first 

7 conductive patterned layer; 
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wherein said first conductive patterned layer is 
comprised of SiGe material. 

30. A semiconductor structure, comprising 

a first layer of polysilicon patterned to form a first 
electrode of a MOS device and a first plate electrode of 
a capacitor, and 

a second layer of SiGe polysilicon patterned to form a 
first electrode of a bipolar device and a second plate 
electrode of said capacitor, 

said second layer being comprised of SiGe polysilicon. 
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METHOD OF FABRICATING A POLYSILICON CAPACITOR UTILIZING 
FET AND BIPOLAR BASE POLYSILICON LAYERS 

ABSTRACT OF THE DISCLOSURE 

A method of forming a poly-poly capacitor, a MOS 
transistor, and a bipolar transistor simultaneously on 
a substrate comprising the steps of depositing and 
patterning a first layer of polysilicon on the 
substrate to form a first plate electrode of said 
capacitor and on an electrode of the MOS transistor, 
and depositing and patterning a second layer of 
polysilicon on the substrate to form a second plate 
electrode of said capacitor and an electrode of the 
bipolar transistor. 



BU9-99-190 



-29- 



1/3 

Douglas Coolbaugh et al. 
BU999-190 





Fig. lc 



- 2/3 
BU999-190 




Fig. IF 



BU999-19Q 




Fig. 3 




P. 02 



P. 



IBM Docket; BU9-99-190 
SSM&P Docket: 13020 



Declaration and Power of Attorney for Patent Application 



As a below named inventor, l hereby declare that; 

My residence, post office address and citteenship are as scaled below next to my name; I believe I am the original, first and sole invemor 
(if only one name is listed below) or an original, first and joint inventor (if plural names are listed betew) of me subject matter which is 
claimed and tor which a patent is sough* on the invention entitled: METHOD OF FABRICATING A POLYS1LICON CAPACITOR 
UTILIZING fEJ AND BIPOLAR BASE POLYSJLiCON LAYERS 

the specification of which {check one) 



t hereby state that I have reviewed and undersrand trie contents of the above- identified specification, including the claims, as amended 
by any amendment referred to above. 

1 acknowledge the duty to disclose information which is material to the patentability of this application in accordance with Title 37, Code 
of Federal Regulations. §i.ss. 

1 hereby cfaim foreign priority benefits under Title 35, United States Code, §119 ol any foreign application's) for patem or inveniors 
centf icate listed belowand have also identified befowany foreign application for patent or Inventors certificate having a filing date before 
that of the application on which priority is claimed: 

Prior Foreign Appffcation($); 

Number Country Day/Moruh/Yeaf Priority Claimed 



i hereby claim the benefit under Ttrje 35 ( United States Code, §120 of any United States applications) listed below and, insofar as the 
subject matter of each of the daims of this application is noi disclosed in the prior United States application in the manner provided by 
the first paragraph of Title 35, United States Code, §1 12, 1 acknowledge the duty to disclose information material to the patentability 
of this application as definod in Title S7. Code of Federal Reguiark>n$. §1.56 which occurred between the filing date of the prior 
application and tte national or PCT international filing date of this application: 

Prior U.S. Applications: 

Serial No. Fifing Date Status 



I hereby declare that all statements made herein of my own knowledge are true and mat all statements made on information and belief 
are believed to be true; and further that these statements were made with the Knowledge that willful raise statements and the like so 
made are punishable by fine or imprfsonment, or both, under Section 1001 of Title 18 of the United States Code and That such wiifful 
false statements may Jeopardize the validity of the application or any pateni Issued thereon. 

as a named invemor, i hereby appoint the following attorneys and/or agents to prosecute this application and transact ait business in 
the Parent end Trademark Office connected therewith; Mark F. Chadurjian (Reg. No. 30,73$); Oale M. Crockatt (Reg. No. 35. 109); 
Richard M. Kotuiak (Reg. No. 27712); James M. Leas (Reg. No, 34,372); William D. Sabo (Reg. No. 27,465); Eugene 1. Shkurko (Reg! 
No. 35,678): Robert A, Walsh (Reg. No.2S.5i6); Howard J. Walter (Reg. No.24,832); Richard A. Henkler, Reg. Na 39,220; Christopher 
A. Hughes (Reg. No, 2S.9U); Edward A. Pennington (Reg. No. 32,588): John E. Hoel (Reg. No. 2$ t 279) ; Joseph C, Redmond, Jr. (Reg. 
No. 78753) ; Richard L Catania, (Reg. No. 32,S08); Leopold Presser. (Reg. No. 19,827); Stephen O. Murphy (Reg. No. 22,002)' Frank 
S. DfGiglio (Reg. No. 3i ,848); Kenneth L King (Reg, No, 24,223) and Edward W, Grofe (Reg, No. 33,705). 

Send all correspondence to: 

Richard L Catania, Esq. 

Scully, Scon, Murphy & Presser 

400 Garden City Plaza 

Garden City, NY 11530 
Direct Telephone Caiis to; Richard L Caianja., (51$) 742^343 




as Application Serial No. 



and was amended on 



Page 1 of 2 



IBM Docket: BU9-99-190 
SSM&P Docket: 13020 



Declaration and Power of Attorney for Patent Application 




(1) Inventor: 
Signature^ 



Residence: 



Douglas/Duane Coolbaui 




- O o 



21 Sage Circle, Essex Junction, Vermont 05452 



Date 



Citizenship: 

Post Office 
Address: 



United States of America 



Same as Residence 



(2) Inventor: 
Signature^ 



Residence: 



Gregory Gower Freeman 



23 Sebastian Court, Hopewell Junction, New York 12533 



Date 



Citizenship: 

Post Office 
Address: 



United States of America 



Same as Residence 



(3) Inventor: Seshadri Subbanna 
Signature: 



_ Date 
Residence: 105 Coventry Lane, Brewster, New York 10509 



Citizenship: India 
Post Office 

Address: Same as Residence 



Page 2 of 2 



mR 01 '* 07:58 FR 00 D 85H 640-1 914 8S2 303S TO 84468838 P.03 

FEB 29'00 15:55 FR IBM BURLINGTON IPLAU) 802 7698938 TO 85323033 P. 03/08 



IBM Docket: BU9-99-1 90 
SSM&P Docket: ?3020 



Declaration and Power of Attorney for Patent Application 



(1) fnventor: 
. Signature^ 



Residence: 



Douglas Duane Coolbaugh 



2i Sage Ctrcie> Essex Junction, Vermont 054S2 



Data 



Post Office 
Address; 



United States of America 



Same as Residence 



(2) 



Inventor: 

Signature^ 

Residence: 



Gregory Gower Freeman — * 




fan Court, Hopewell Junction, New York 12533 



bate 



Citizenship: 

Post Office 
Address: 

(3) Inventor: 

Signature:^ 
Residence: 



United States of America 



Same as Residence 



y&shadri Subbanna 

~* Date 



105 Coventry Lane, Brewster; New York TC509 



Citizenship: 



Indie 



Post Office 
Address: 



Same as Residence 



Page2of2 



